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We, Corning Glass Works, a corpora- 
tion organized under the laws of the State 
of New York, United States of America, 
of Corning, New York, United States of 

5 America, do hereby declare the invention, 
for which we pray that a patent may be 
granted to us, and the method by which it 
is to be performed, to be particularly des- 
cribed in and by the following statement: 

10 This invention relates to glass-ceramic 
bodies which are dense, strong, resistant to 
thermal shock, and have such a high softening 
point that they are eminently suitable for 
many high temperature applications, such 

15 as furnace walls, rocket nose cones and heat 
exchangers. 

Within the past few years, exceptional pro- 
ducts of the glass industry have been dis- 
covered. These products can be obtained by 

20 controlled crystallisation of a glass body, 
thereby yielding what has generally been 
termed a semi-crystalline body. This dis- 
covery has opened an entirely new field of 
ceramics which has been called glass- 

25 ceramics. The process usually comprises a 
special heat treatment of a glass shape to 
induce the formation of very small internal 
crystals. In some cases, a chemical com- 
pound may be added to the glass batch to 

30 act as a nudeator for crystal growth. With 
a careful heating schedule, a dense, strong, 
ceramic-like material can be produced directly 
from die glass. Because it is iirst a glass, 
the new material can be formed into almost 

35 any shape by blowing, pressing, spinning or 
drawing. Some types can even be cast like 
metals. Finally, because the CTystallisation is 
carefully controlled within a glass shape, a 
substantially homogeneous body of fine 

40 crystals which is substantially free of voids 
and is non-porous can be produced. This 
is in direct contra-distinction to the typical 
fused cast ceramic body which usually con- 
tams many voids and is coarse grained. 

45 Recent applications for dense, uniform, 
[Price 4s. 6d.] 



high temperature ceramic materials that can 
be formed into various intricate shapes have 
severely taxed the conventional ceramic 
techniques and have created a rich potential 
for glass-ceramic materials and methods. 50 

It has been learned that substantially all 
glasses having a high alumina content tend 
to devitrify when held for an appreciable 
time at a temperature slighdy below their 
liquidus temperatures, but the rate of the 55 
devitrification depends in large measures upon 
the glass composition, for any given constant 
percentage of alumina. Binary aluminate 
compositions, e.g., calcitun aluminate and 
aluminum phosphate, can be quenched to 60 
yield glasses only with considerable difficulty. 
Binary aluminosilicate glasses containing 
more than 30 weight percent of altimina are 
very unstable, i.e. tend to devitrify readily 
when cooled from the melt. However, be- 65 
cause the refractoriness of compounds con- 
taining substantial amounts of alumina, such 
as mullite, is so high, their presence would 
be extremely desirable. 

We have found that at least 35 percent 70 
by weight of alumina is necessary in an 
alumina-silica glass batch to ensure a sub- 
stantial crystallisation of mullite and/or other 
high-alumina crystal phases. Therefore, to be 
of practical value as a refractory material, 75 
the glass should contain at least 35 weight 
percent of alumina. Accordingly, this inven- 
tion concerns the crystallisation of refractory 
compounds from glasses, particularly where 
a high alumina compound forms the predo- 80 
minant crystalline phase, and wherein no nuc- 
leating agent need be utilised. 

The present invention provides a semi- 
crystalline glass-ceramic body capable of with- 
standing high temperatures, which comprises 85 
a multiplicity of inorganic crystals dispersed 
in a glassy matrix comprising the uncrystal- 
lised portion of the glass remaining after 
crystallisation of said crystals, wherein the 
crystals are formed by crystallisation in situ 90 
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from a glass body which is substantially free 
from TiO^ and which consists essentially by 
weight of 35-70% of ALOs, 10-64% of 
SiOs, at least one modifying oxide in the 

5 indicated proportion selected from 1-20% of 
1-57, of LuO, 4-10% of Na.O, 
1-15% of K2O, 4-25% of RbsO, 4-15% of 
CsoO, 4-10% of CaO, 4-10% of SrO, 
4-40% of BaO or 4-20% of La203, the total 

10 of the modifying oxides not exceeding 40%, 
and 0 to 40% of at least one refractory oxide 
in the indicated proportion of 0-25% of 
ZrOn, 0-30% of ThOs, 0-20% of MgO or 
0-10% of BeO. 

15 The glass-ceramic bodies arc capable of 
being used at high temperatures, i.e., at tem- 
peratures of 1400^C. and higher and consist 
essentially of alumina and silica so they are 
strong, dense, and resistant to thermal shock. 

20 The bodies are easy and economical to make 
using known techniques in an efficient manner. 

The addition of a controlled amount the 
various modifying agents to alumina-silica 
batches will produce stable glasses containing 

25 up to 70 weight percent of alumina which, 
when given a unique heat treatment, will 
form a crystalline body containing mullite 
and/or other high alumina phases and will be 
useful at temperatures to 1400°C. and 

30 higher. 

As noted above, binary, high-alumina, alu- 
minosilicate glasses are very unstable. Gene- 
rally, the phases present, are mullite ard 
beta-cristobalite. Beta-cristobaHte is an un- 

35 desirable component when the alphat-beta 
cristobalite inversion occurs during the cooling 
of the body. This inversion commonly causes 
the crystalline structure to break up. Hence 
the modifying agents which are added to 

40 the glass batch must perform two functions: 
i.e. they must (1) depress the normal devitri- 
fication tendencies of the binary system and 
produce a relatively stable glass which can 
be crystallised later by a controlled heat treat- 

45 ment, and (2) inhibit the formation or inver- 
sion of cristobalite. We have found composi- 
tions in aluminosilicate systems containing 
phosphorous pentoxide (PoOr.) and/or the 
basic metal oxides lithia (Li^O), soda (Na:;OX 

50 potassia (K2O), rubidia (RboO), cesia (CsoO), 
lime (CaO), strontia (SrO), baria (BaO), 
and lanthana (La^Q;^), wherein these oxides 
are present in the amounts given above, 
(i.e. 1-20% of Pa05, 1-5% of Li,0, 4-10% 

55 of Na«0, 1-14% of K=0, 4-25% of KKO, 
4-15% of CS2O, 4-10% of CaO, 4-10% of 
SrO, 4-40% of BaO or 4-20% of LaoO-) 
and the total amount of such modifiers does 
not exceed 40% by weight are very satis- 

60 factory from the standpoint of glass and 
glass-ceramic quality and stability. 

Throughout this specification, all percen- 
tages are by weight. We have further found 
that a fourth substance, such as one of the 

65 refractory oxides zirconia (Zr02), thoria 



(ThO,0, magnesia (MgO), or beryllia (BeO), 
can, if desired, be added to the glass-forming 
batch in amounts up to a total of about 40 
weight percent and will precipitate a crystal 
phase compatible with mullite, thereby alter- 70 
ing the physical properties as compared to 
the ternary system. ZrO-j may be present 
up to 25 / by weight, TTiOj present up to 
30% by weight MgO present up to 20% 
by weight, and BeO up to 10% by weight. 75 
For example, the addition of ZrO:i to the 
BaO-ALO^-SiO^ system results in the preci- 
pitation of baddeleyite in association with 
the mullite and substantially increases the 
strength of the body and improves its di- 80 
electric properties. 

In the following Examples, the batches 
were ball milled to obtain more efficient melt- 
ing and better glass homogeneity and then 
melted at 1800-1900^C. in crucibles, pots, 85 
or tanks, depending upon the size of melt 
desired. The melts were poured into moulds, 
generally fabricated from steel, cooled in air 
until fairly rigid, introduced into an aimealer 
maintained at 850^C. to 950^C., and then 90 
cooled very slowly to room temperature, thus 
forming bodies of glass. These glass articles 
were then placed in a furnace and heated at 
the rate of about 5°C. per minutes up to 
1000^-1200°C. and held in that temperature 95 
range for 2 hours, in order to initiate cry- 
stallisation. It will be understood this rate 
of heating is purely arbitrary and is chosen 
to protect the glass shape from thermal shock 
and deformation. The rate of heating must 100 
not be so rapid as to cause breakage of the 
glass or excessive deformation. The tempera- 
ture of the furnace was then raised at about 
5°C. per minute to 1400^-1600°C. and held 
in that temperature range for 6-12 hours 105 
to obtain the desired cr3^tallisation. The 
crystallisation of the glass during the re- 
heating cycle proceeds more rapidly as the 
temperature approaches the liquidus of the 
crystalline phase. However, in the early stages 110 
of crystallisation, the proportion of glassy 
matrix is large and the article is deformablc 
if its temperature is raised too rapidly. We 
have found that rate of increase not greater 
than 5°C/minute gives satisfactory results 115 
in most instances. Finally, the crystalline 
articles were then cooled to room temperature. 
The rate of cooling to room temperature is 
dependent upon the body's resistance to ther- 
mal shock. Although more rapid cooling has 120 
been practiced, we prefer to employ of 
5*^C/minute cooling cydc. Frequently the 
heat to the furnace is merely cut off and the 
furnace allowed to cool at its own rate with 
the bodies therein. 125 

Where more efficient and economical use 
of h^t is desired the specified heat treatments 
may be carried out foUo^ng the shaping of 
the plastic glass while it is still hot, rather 
than cooling to room tcmi)eraturc and sub- 130 
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sequently reheating. Thus, after pouring the 
melt into a mould, or forming the desired 
shape in any other conventional manner, the 
body can be cooled rapidly to a temperature 

5 below the transformation point, i.e., the tem- 
perature at which the liquid glass is consi- 
dered to become a solid, this temperature 
being in the vicinity of the annealing point 
of the glass (for glasses of this invention, 

10 a temperature of 850O-950°C) and the re- 
quired heat treating schedule was then 1 ol- 
io wed. 

Furthermore, we have learned that very 
satisfactory crystalline bodies can be pro- 

15 duced where a two-step heat treatment is 
replaced with a gradual, but constant, in- 
crease in temperatures from room tempera- 
ture or just below the transformation point. 
This modification in method allows a con- 

20 tinuous-type of operation to be carried out. 
Experience has shown that this rate of heating 
is dependent upon the thermal character of the 
glass and the size of the shape involved. 
Obviously, a rapid rate of heating would be 

25 desirable from a commercial standpoint ond 
the low thermal expansion coefficient of f^iir 
materials has in many cases permitted i da- 
tively rapid heating to be pursued. However, 
as noted above, the rate of temperature 

30 increase must be in accord with the rater 
of crystallisation, otherwise deformation due 
to a lowering of viscosity will render the final 
crystalline produa generally of little use. 
Therefore, we prefer a temperature increase 

35 of about 5°C/rainute to ensure dense cry- 
stallisation with little, if any, deformation 
as the body is heated above the softem'ng 
point of iht glass. Nevertheless, heating 
rates of lO^C./minute and 20°C/minute 

40 and even higher have given useable bodies, 
particularly if some physical support is given 
to them. A very slow increase in temperature 
will also give a satisfactory crystalline pro- 
duct. 

45 Finally, although our preferred practice en- 
tails a two-step heating process with a lower 



heating range of 1000^C-1200°C maintained 
for 1-4 hours, preferably 2 hours, to initiate 
crystallisation, followed by a higher heating 
range of 1400°-1600°C., maimed for 6-12 50 
hours, we have discovered that a usable body 
can be formed where the glass shape is raised 
to only just above the transformation point, 
say lOOO^C, and held thereat for a long 
period of time, e.g. 24 hours and even 55 
longer, until the desired crystallisation is 
attained. If a higher constant temperature is 
used, the crystallisation rate is more rapid 
and the crjrstals are larger. Here again, the 
rate of crystallisation should preferably sub- 60 
stantially balance the rate of deformation of 
the glass body, i.e., the viscosity of the 
body cannot be permitted to drop appreciably. 

Preferably, a staggered heat treating sche- 
dule is followed as total deformation is less 65 
v/here a short holding at a lower temperature 
is used to begin the heating schedule. 

From the foregoing, it can readily be reen 
that the method of the invention in its sim- 
plest terms, involves three steps: (1) melting 70 
the batch; (2) cooling the melt below the 
transformation point; and (3) reheating the 
glass shape at least to lOOO^C, but not 
more than 1600°C., and holding thereat until 
the desired crystallisation is attained. 75 

Table I lists examples of bodies produced 
by our preferred embodiment having composi- 
tions of glasses falling within the aforemen- 
tioned ranges calculated from their respective 
batches on the oxide basis in weight percent, 80 
exclusive of impurities which may be present 
in the batch materials, as well as listing the 
melting temperatures. Therefore the batch 
may be comprised of any materials, either 
oxides or other compounds, which, on being 85 
fused together, are converted to the desired 
oxide composition in the desired proportions. 
Table II is a tabulation of the reheating 
schedule, description of the body, crystal 
phases present (as determined by X-ray 90 
diffraction methods), and some thermal ex- 
pansion and density measurements. 



Table I 





1 


2 


3 


4 


5 


6 


7 


8 


AlaOa 


40 


40 


40 


44 


40 


40 


40 


45 




56 


50 


45 


52 


55 


50 


45 


40 


KaO 


4 


10 


15 


4 










RbjsO 










5 


10 


15 


15 


Mdting Temp. X. 


1900 


1900 


1850 


1900 


1850 


1850 


1850 


1850 
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Table I (continued) 





Q 


IKJ 


1 1 
il 


10 

LZ 


1 d 


14 


1 e 

15 


16 


AI0U3 


4U 


40 


40 


45 


40 


40 


45 


45 


SiO. 


55 


50 


45 


45 


50 


45 


45 


40 


CSgO 


5 


10 


15 


10 










BaO 










10 


15 


10 


15 


Melting Temp. ''C. 


1850 


1900 


1850 


1900 


1800 


1850 


1850 


1850 




17 


18 


18 


20 










AI2O3 


45 


40 


45 


40 












20 


20 


25 


20 












3 


— 


— 


— 










iJS2U 




5 














BaO 






5 


40 










ZrOa 


17 


20 


15 












P2O5 


15 


15 


10 












Mdting Temp. **C. 


1800 


1800 


1800 


1800 












21 


22 


23 


24 










AI2O3 


40 


50 


40 


60 










SiOo 




Dj 


ran 


OA 










K2O 




2 














BaO 


10 






2 










ZrO^ 






20 


2 










P2O5 






10 


16 










BeO 


5 
















MgO 




13 















Mdtmg Temp. °C. 1800 1850 1800 1900 
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25 26 27 28 29 30 

Al^Og 43 45 40 40 40 50 

SiOs 55 50 50 50 45 40 

LiaO 2 — — — — — 

NaoO — 5 — _ — — 

CaO _ 10 — — — 

SrO _ _ _ 10 — 

LaoOa — — — 15 — 

P2O5 — — — 10 

Melting Temp. °C. 1800 1850 1800 1800 1800 1800 

Table II 
f 

Expansion 
Coefr.x 

Sample Crystal 10-^^(25° 

No. Rdieat Schedule Sample Description Phases - 300*^0) Density 

1 1120°C-2hr. white, line grained millite 
1520^C-6hr. 

2 1100PC-2hr. white, fine grained millite 51.9 2.604 
146flPC-8hr. 

3 1110^C-2hr. white, medium to coarse miullte 
1500PC-6hr. grained 

4 1120^C-2hr. white, fine grained mullite 
1520°C-6hr. 

5 1 lOOPC - 2 hr. white, fine grained mullite 

6 1100®C-2hr. white, fine grained mullite 
1495°C-6hr. 

7 1100**C-2hr. white, fine gramed mullite 
1495°C-6hr. 

8 1100°C-2hr. white, fine grained mullite 
1495*C - 6 hr. RboOAls034Si02 

9 1 100°C - 2 hr. white, fine grained mullite 
1510°C-6hr, 

10 1090°C-2hr. white, fine grained mullite 335 2.824 
1500°C-8hr. 

11 1095°C - 2 hr. white, fine grained mullite 40.1 
1490^^0- 6 hr. 
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Table II (continued) 



Sample 
No. 



12 
13 
14 
15 
16 
17 
18 
19 
20 

21 
22 
23 
24 
25 
26 
27 
28 
29 
30 



Reheat Schedule Sample Description 



1100°C-2hr. 
1500°C-6hr. 

1100°C-2hr. 
1535^*0- 12 hr. 

1090X-2hr. 
1500X - 8 hr. 



1090°C - 
1500**C- 

UlOX 
1500°C- 

llOOX- 
1500*^0- 

llOOX- 
1500°C- 

1120°C ■ 

1100*'C- 
1500°C- 



lOOO^C- 
1500'C- 

1120°C- 
1460X- 



2hr. 
8hr. 

-2hr. 
-6hr. 

-2hr. 
-8hr. 

2hr. 
8hr. 

2hr. 
6hr. 

1-3/4 
4-1/2 
hr. 

2hr. 
6hr. 

2hr. 
6hr. 



IIOO^'C - 2 hr. white, fine to medium 



1120°C-2hr. 
1515°C-6hr. 

1100X-2hr. 
1450°C-6hr. 

1095°C-2hr. 
1490°C-6hr. 

lWC-2hr. 
1450PC-6hr. 

1100°C-2 hr. 
1535°C- 12 hr. 

1100=^0- 2 hr. 
1500**C-6hr. 

1100°C-2hr- 
1450°C-6hr. 



white, fine grained 
white, fine grained 
white, fine grained 
white, fine grained 
white, fine grained 
white, fine grained 
white, fine grained 



Crystal 
Phases 



Expansion 
Coeflf.x 
10- TC 
(25°- 

SOO^'C) Density 



white, fine grained 
white, fine grained 
white, fine grained 
white, fine grained 
white, fime grained 
white, fine grained 
white, fine grained 
white, fine grained 
white, fine grained 

white, fine grained 
white, fine grained 



muUite 



mullite 



mullite 



mullite 



mullite 
BaOAloOg 

ZrOs 
mulfite 

ZrOs 
mullite 

mullite 



mullite 
mullite 
mullite 
mullite 
mullite 
muUite 



35.6 
37.8 
38.5 

84.5 
100.6 



BaOrAlsOj 69.3 
2Si02 



mullite 
BeOiAlgOa 

mullite 
MgO-AlgOs 

mulUte 
ZrOs 

mullite 



37.2 



45.9 



3S3 



2M2 
2.960 
2.982 

3.019 
3.084 



2.656 
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The above tables demonstrate that cry- 
stalline bodies containing mullite and/or other 
high alumina phases can be obtained from 
high alumina, aluminosilicate glasses where 
5 a minor amount of a modifying agent is 
added. The average modulus of rupture was 
greater than 10,000 psi for the crystalline 
bodies. 

The quantities of alumina and modifier 
10 present are critical to the invention as at 
least 35 weight percent of AI2O3 must be 
present to ensure a substantial crystallisation 
of mullite and/or other high alumina mate- 
rials, but a stable glass cannot be formed 
15 where more than 70 weight percent of AUOz 
is present. At least the minimum amount 
stated of the modifying agents must be 
available to produce a stable glass and inhi> 
bit the formation of crisiobalite, but if more 
20 than the designated amount of each (or most 
than total of 40 percent of a combination 
of them) is introduced, crystals are formed 
which are incompatible with the mullite and 
other high alumina phases. This incompat- 
25 ibility may involve a great difference in the 
coefficients of thermal expansion between the 
high alumina crystallisation and that of the 
extraneous phase introduced with an excess 
of a modifying agent, such that the body will 
30 be disrupted during the heat treatment. This 
incompatibility may also involve the forma- 
tion of large crystals of the extraneous phase 
during heat treatment such that the desired 
fine-grained structure which ensures high 
35 strength and density in the final produa, 
is not possible. 

Likewise, the amounts of the refractory 
oxides which can be tolerated must be strictly 
observed to ensure the production of a stable 
40 glass followed by the formation of crystals 
compatible with the high al\imina phases upon 
heat treatment. Finally we have found that 
while a maximum of as much as 64 weight 
percent of SiOz may be present, at least 10 
45 weight percent must be present to ensure 
glass stability. 

As has been explained above, no separate 
nucleating agent as such is required for this 
invention. The crystals formed are small, sub- 
50 stantially all being finer than 30 microns, and 
randomly oriented. Laboratory test have indi- 
cated the crystal content of the body to be 
at least 25% by weight and generally over 
30% by weight, this depending upon the 
55 extent to whidi components of the batch are 
adaptable to the formation of crystalline 
phases. Moreover, as can be seen from Tables 
I and II the invention provides dense, strong 
bodies which are resistant to thermal shock 
60 and which are useable at temperatures over 
1400°C. As the final crystalline body is 
formed from a non-porous glass it is non- 
porous, thereby greatly inaeasing its resist- 
ance to molten substances or gases with which 
65 it may be brought into contact. 



In the accompanying drawings Figs. 1-10 
illustrate the ranges of the fimdamental 
three-component compositions encompassed 
in our invention wherein Fig. 1 includes 
P2O5 as the modifying agent; Fig. 2 includes 70 
Li^O as the modifying agent; Fig. 3 includes 
NaoO as the modifying agent; Fig. 4 in- 
cludes KoO as the modifying agent; Fig. 5 
includes RbjO as the modifying agent; Fig. 6 
includes CsoO as the modifying agent; Fig. 7 75 
includes CaO as the modifying agent; Fig. 8 
includes SrO as the modifying agent; Fig. 9 
includes BaO as the modifying agent; and 
Fig. 10 includes LaaO^ as the modifying 
agent. 80 

Fig. 11 records a time-temperature curve 
for the heat treatment of a specific example 
of the invention, namely Example 12 given 
in Table II wherein, after the glass-forming 
batch had been melted, shaped, and cooled 85 
to room temperature, the shape was given the 
following heat treatment: the temperature 
was raised at 5°C./minute to 1100°C., main- 
tained thereat for 2 hours, thereafter the 
temperature was raised at 5**C./minute to 90 
1500°C., held thereat for 6 hours, and then 
the body was cooled at 5°C./minute to room 
temperature. The area enclosed within the 
dotted lines represents the ranges of lime 
and temperature of our preferred Uvo-step 95 
process. 

WHAT WE CLAIM IS: 

1. A semicrystalline glass-ceranuc body 
capable of withstanding high temperatures, 
which comprises a multiplicity of inorganic 100 
crystals dispersed in a glassy matrix com- 
prising the uncrystallised ponion of the glass 
remaining after crystallisation of said crystals, 
wherein the crystals are predominandy of 
high alumina compounds and are formed by 105 
crystallisation 171 ntu from a glass body which 

is substantially free from TiOg and which 
consists essentially by weight of 35-70% 
of AI2O3, 10-64% of SiOz, at least one 
modifying oxide in the indicated proportion 110 
selected from 1-20% of P2O5, 1-5% of LiaO, 
4-10% of NasO, 1-15% of K2O, 4-25% 
of Rb-O, 4-15% of CS2O, 4-10% of CaO, 
4-10%, of SrO, 4-40%, of BaO, or 4-20% 
of LasOs, the total of the modifying oxides 115 
not exceeding 40% and 0 to 40%> of at least 
one refraaory oxide in the indicated propor- 
tion of 0-25% of ZrOz, 0-30% of ThOs, 
0-20% of MgO of 0-10% of BeO. 

2. A semicrystalline glass-ceramic body as 120 
daimed in claim 1, wherein substantially all 

of the crystals are smaller than 30 microns in 
diameter and comprise at least 25% by weight 
of said semi-crystalline body. 

3. A method of manufacturing a semi- 125 
crystalline glass-ceramic body capable of 
withstanding high temperatures which com- 
prises the steps of melting a glass-forming 
composition which is substantially free from 
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TiOa and which consists essentially by vpcighl 
of 35-70% of AI2O2, 10-64% of SiO,, at 
least one modifying oxide in the indicated 
proportion of 1-20% of P^Oo, 1-5% of 

5 Li^O, 4-10% of Na.O, 1-15% of K.O, 
4-25% of Rb.O, 4-15% of 4-10% 
of CaO, 4-10% of SrO, 4-40% of BaO 
or 4-20% of La^Oc, the total of said modi- 
fying oxides not exceeding 40% and 0 to 

10 40% of at least one refractory oxide in the 
indicated proportion of 0-25% of ZrOo, 
0-30% of ThOo, 0-20% of MgO and 0-10% 
of BeO, simuhaneously cooling the melt below 
the transformation point of the melt and 

15 forming a glass shape therefrom, exposing the 
shape to a temperature of at least lOOO^C, 
but not more than 1600°C, maintaining 
thereat for a time sufficient to attain the 
desired crystaUisation, and thereafter cooling 

20 the shape to room temperature. 

4. A method as claimed in claim 3, 
wherein, the exposing of the shape to a "em- 
perature of at least 1008°C but not more 



than 1600^C is carried out by increasing 
the temperature of said shape at a rate 25 
whereby the rate of crystallisation substan- 
dally balances the rate of deformation of the 
shape. 

5. A method as claimed in claim 4, wherein 

the rate of heating is about 5°C/minute. 30 

6. A method as claimed in any of claims 
3 to 5, wherein the shape is exposed 10 a 
temperature of 1000°C to 1200°C for 1 
to 4 hours and then the temperature is raised 

to 1400^C. to 1600°C and maintained thereat 35 
for 6 to 12 hours. 

7. A method as claimed in claim 3, sub- 
stantially as described with reference to any 
of the Examples. 

ELKINGTON AND FIFE, 
Chartered Patent Agents, 
52/54 High Holbom, 
High Holbom House, 
London, W.Cl. 
Agents for the Applicants. 
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